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Mao6peTeHHe otmochtcr k wepHoA Mera^Jiyp- 

Xf>OWHCTUX « ApyPKX KOMOJieKCHO-JieTHpOBail 

hmx aepMcaBeiomHx crajieft, b tom «jucne jierH- 
poeaHHUX TMraHoM. 

Ha&ecrHhiA cnocoO nany^eHH« HepataBetozueft 
xpoHCOAep^ameA ctsuih Bwno^aei a ce<5fl pac- 
iwaweHHe ujhxtu, oGeayrjiepoacuBauHe pac- 
n;iaaa, pacKHcneiiHe, /lerHposaHHe h awnycK 
nviaeKH a koboi noA nepftH^HMM auianoM. B bsh- 
Hy do xoAy' xuiflBKH b Boil jit okhcjju MapraHKU. 
OcHOBBOCTb iiuiaKa nepeji BunycKow juiaaKM hs 
ne*iu yaejiHqHBaioT nyTeM npkcaaKH Mapramv*- 



10 



Buny<K ruiaaKH ocyutecTBuaio^ rienocj^e*!^ 
no b cta^epaa^iiBOHHud kowd hph ocwiaH6<rw 
mjiatta He ueHec i.3 c omOBpeMeHHUM aenrbo- 
aaHHeM yerajuia THTaHou, . ■ 

Bun/yaBKa. craoK no HOBOMy cnocotiy aaiuib- 
weTca a .c^eAyioiueM. B (^ajieaaaBHJibHy© 
neqb 3Brpyx<ajoT nctaajiHqecKyio mnxryi'xpc^' 
MpByw p yAy> oKaaibi njin Kap6oHaTbi Mapraaia 
nocKOBHue uuiaKoo6pa3yiowHe MarepHMM. 3a* 
TeM b o6bMHOM nopajlKe pacnjiaajiaiOT h o6eayr- 
Jiepo»c*BaioT pacnjiaa. flpu *tqm 4ipojiyBKy 
.iipoHaBOitat KHcaopoAOM h^b, CMecbio joicflopo- 

bo Btopoft kobui. rite npoeoMT ^erHponaHHe a.). okhcLh. SHS^a'Dra^a^^ 

aejaocTaTosHUM U3B^e<ieRReM xpOMa h Mai>ran- Mnkn***"* • 
Aa Ha . pyAUt, u rrpyauocTsiMii, --'cBsisaR^btiiH 
. pejwapM CTa*H.H3 KOBiiiaa IroBfirrfe!?^^ 

Horo arperaTa " .^ .^1^ 

okmoju Halt Kapeoaatu Mapraaaa, no CJ ,e Wo . ai,S«" n E , flllt npo-38oiu.T 
.eraaa h u.aK awtyMi?T «^ raso M . a ; 30 .c^iSSBi. ^ S^^ P r«a« 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag- forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel -pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1 .3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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